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(57)Abstract: 

PURPOSE: To provide a uniform thickness without bubbles in resin by 
placing prepreg on the surface of a circuit formed by etching a 
copper-plated laminated board, press-adhering it by a vacuum hot 
press, and filling resin in recesses between circuits. 
CONSTITUTION: A copper-plated laminated board 3 in which a 
copper foil 2 of 105^m of thickness is adhered to the surface of a 
base material 1 having 0.6mm of thickness, 330mm of vertical size, 
250mm of lateral size and made of glass epoxy resin is etched to form 
a circuit 4. Then, a plurality of prepregs 5 each having 100|im of 
thickness, 330mm of vertical size and 250mm of lateral size are placed 
on the circuit 4, press-adhered by a vacuum hot press under the 
conditions of 20kg/cm2 of pressure, 180° C of curing temperature, 70 
min of time and 1-20mmHg of vacuum degree, and resin 7 is filled in a 
recess 6 between the circuits 4. Then, resin \ on the circuit 4 is 
polished to form the surface of the circuit 4 and the surface of the 
resin 7 in the recess 7 in the same plane. Thereafter, a plating 8 of 
99.5% of nickel-gold is formed 3.0^m on the surface to obtain a 
horizontal printed circuit board 9. 
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